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JEWELRY & ENAMELING

PROCESSES
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CONSTRUCTION

Gauge the wire.

Sterling silver wire 18-gauge.

Coil the wire and bind as shown in Fig. 4.

Anneal the wire.

Clean in pickle.

Coil the wire on a 10-gauge steel mandrel,

Washburn and Moen Mfg. Co. gauge, or 1350

micrometer.

Insert a wooden core in the coil.

Saw the coil into rings.

Open the rings as shown in Fig. 40.

Step 1

Form a double chain of six rings as shown in

Fig. 95.

Close the openings in the rings.

Insert a wire through the rings AB to form a
loop.    (This makes the links easier to hold
when starting the chain.)
Hold the wire loop in the left hand.